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BAKING THE INVESTMENT

Place the flask on an iron screen with the sprue
hole down,

Place the iron screen on a tripod with the sprue
hole over the medium blue flame of a Bunsen
burner. Invert a clay flower pot over the flask.
Bake the invested flask about one hour; baking
eliminates the wax pattern and leaves the mold
in'the investment

Remove the flask from the screen with the iron

tongs.

File the top of the investment even with the top

of the flask, if necessary.

Ream out the sprue hole about twice its size.
Hold the flask with the sprue hole down during
this operation to keep the investment out of the
mold.                                             t

Turn the flame of the torch into the sprue hole
until the investment becomes red hot.

Place the flask in the machine as described
above. The ring mold should be in the posi-
tion as shown in Fig. 19.